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(54) Filler for use In paper manufacture and method for producing it 



(57) The invention relates to a filler for use in paper 
manufacture, said filler containing pigment and noil pro- 
duced from cellulose fibre and/or mechanical pulp fibre 
by refining. According to the invention, the pigment has 
been mixed with noil fibrils, to be used as filler in paper 
manufacture. 



The invention also relates to a method for producing 
a filler for use in paper manufacture, said filler containing 
pigment and noil produced from cellulose fibre and/or 
mechanical pulp fibre by refining. According to the in- 
vention, the pigment is mixed with noil fibrils, to be used 
as filler in paper manufacture. 
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Description 

[0001] The present invention relates to a filler tor use in paper manufacture, as defined in the preamble of claim 1 . 
Moreover, the invention relates to a method for producing said filler, 
s [0002] In this application, 'paper* refers to different kinds of paper and cardboard, coated or uncoated. manufactured 
on a paper and cardboard machine. 

[0003] Today, the trend of development of paper products is increasingly determined by customers and legislative 
measures. The buyers of printing paper want to economise on postage and reduce the amount of waste produced. 
Further, waste processing charges depending on weight have been imposed on packaging materials. Generally it 
to seems that energy taxes and environmental protection taxes are being added as an extra imposition to the price of 
paper products. For these reasons, paper buyers want paper products of a lower grammage which still meet high 
quality requirements. 

[0004] Because of the general trend of development described above, there is a need to produce high-quality paper 
using a reduced amount of raw material. When the grammage of paper is reduced, its opacity becomes a critical 

is property. Opacity can be increased by increasing the filler content of the paper, but this generally reduces its strength 
properties. Therefore, there is a need to after the paper structure in a way that allows the important good product 
properties to be maintained at the same time. For paper-based communication to remain competitive with respect to 
electric communication, further improvements in the impression quality of paper products are required. - These general 
trends of development impose very high requirements on the raw materials of paper and on paper production processes. 

zo in order to meet the requirements, intensive efforts have been made in recent times to further develop paper raw 
materials and their production processes. 

[0005] In prior art, specification 944355 describes a filler consisting of calcium carbonate precipitated on seed ma- 
terial; the seed material consists of scalenohedral calcium carbonate particles. Further, according to the specification 
referred to, 25 % of the filler particles are of a prismatic shape. 
25 [0006] From specification EP 604095, a method for the treatment of fine waste material in paper industry waste 
water. The waste material consists of short cellulose fibres and fibre pieces, inorganic material and similar fine material. 
By this method, the waste material can be more easily separated and dried. 

[0007] Specification Fl 931584 presents a composite product and a method for its manufacture, based on precipi- 
tation of calcium carbonate on the surface of cellulose fibres. The fibres are mainly whole chemical pulp fibres, individual 

30 microfibrils are only present on fibre surfaces. 

[0008] From specification Fl 931 584, a filler is known that consists of porous aggregates formed by calcium carbonate 
particles precipitated on noil fibrils produced by refining from cellulose fibres and/or mechanical pulp fibres; as to their 
size distribution, the noil fibrils correspond to wire screen fraction P100. The noil gives the paper better optical and 
strength properties and a lower grammage than earlier calcium carbonate based fillers. For the manufacture of this 

3S product, calcium carbonate must be precipitated on the surface of noil fibrils. 

[0009] The object of the present invention is to disclose a new type of filler that meets the requirements specified 
above and that is easier to manufacture than corresponding fillers known before. 

[0010] A specific object of the invention is to disclose a new type of filler that has better optical properties than 
commonly known prior-art fillers and that is easier to manufacture than previously known fillers that meet corresponding 
*o criteria. A further object of the invention is to disclose a new type of filler that gives the paper better strength properties, 
especially a better tensile strength, and a lower grammage than fillers commonly known in prior art and that is still 
easier and cheaper to manufacture than prior-art fillers of corresponding type. An additional object of the invention is 
to disclose a filler whose production requires no further investments and which can generally be produced using existing 
equipment. 

45 [0011] Another object of the invention is to disclose a method for producing said filler. 

[0012] As tor the features characteristic of the invention, reference is made to the claims. 

[0013] The invention is based on the unexpected observation, made during investigations, that a filler having the 
desired optical, strength and grammage properties can be advantageously produced by mixing a pigment directly with 
noil produced by refining from pulp fibre, preferably chemical pulp fibre, to form a special filler mixture that can be used 

50 as a filler in paper manufacture, achieving the above-mentioned desired paper properties. 

[0014] The filler and method of the present invention differ from the filler and method presented in specification Fl 
953238 in that ; according to the present application, the pigment is mixed with noil fibrils to form a special filler mixture, 
which is then mixed with paper pulp or used in coating like a conventional filler, whereas in specification F! 953238 the 
pigment, i.e. calcium carbonate, is precipitated onto noil fibrils. A new feature in the filler described in the present 

55 application is that the pigment mixed with the noil forms a filler that allows the desired optical paper properties, strength 
properties and low grammage to be achieved. Before, corresponding paper properties have only been achieved by 
precipitating a filler onto noil fibrils (Fl 953238). Now, according to the present invention, the same advantageous results 
can be achieved via a mere mixing process by mixing pigment and noil together, whereupon the filler thus obtained is 
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mixed with the pulp, e.g. in a machine tank or some other suitable mixer or container. 

[0015] According to a preferred embodiment of the invention, the noil consists of noiJ fibrils, which mainly correspond 
in size distribution to wire screen fraction P50, preferably fraction P100. Even finer fractions, e.g. P200 and P400, may 
be used. 

[0016] In another preferred embodiment of the invention, the mass ratio of pigment to noil is 0.1 - 20, preferably 0.2 
- 10, most preferably 2 - 6. In this description, all mass ratio values have been calculated for dry matter. 
[0017] The pigment may consist of kaolin, talcum, titan dioxide, ground calcium carbonate, precipitated calcium 
carbonate (PCC), chalk, synthetic silicate (such as aluminium silicate, aluminium magnesium silicate), barium sulphate, 
aluminium hydroxide or in general any known pigment. Different calcium carbonates and kaolin are especially well 
suited for this purpose. Particularly good results have been achieved using precipitated and ground calcium carbonates, 
e.g. calcium carbonates having a scalenohedral crystal structure. 

[0018] In an embodiment of the invention, the consistency of the filler is of the order of 0.4 - 10 w-%. 
[001 9] The pigment used in the method of the invention is mixed with noil fibrils, e.g. using any known mixing appa- 
ratus, and the mixture can be used in the conventional manner in paper manufacture. 

[0020] The noil can be advantageously produced from cellulose fibre and/or pulp fibre by refining so that the edge 
load is of the order of 0.01 - 8 Ws/m. 

[0021] In a preferred embodiment, the refining can be effected using any known type of refiner, e.g. a conical refiner 
or a disk refiner. 

[0022] The specific energy consumption in the refining process is of the order of 10 - 1000 kWhA, preferably 100 - 
700 kWhA, most preferably 1 00 - 300 kWh/t. 

[0023] In the mixing of pigment and noil, their mass ratio is preferably 0.1 - 20, more preferably 0.2 - 10, most 
preferably 2 - 6. 

[0024] The filler of the invention can be used as filler directly as such or in any mixture ratio (0 - 1 00 %) with another 
known filler or other known fillers. The amount of filler to be used in paper is e.g. 0.1 - 50 w-%. preferably 0. 1 - 30 w-%. 
[0025] The filler of the invention and the method of the invention for producing it will be described in detail in the 
following embodiment examples referring to the attached drawings, wherein 

Fig. 1 represents the air permeability of paper produced using a filler according to the invention, as a function of 
filler content, measured from different paper samples, 

Fig. 2, 3, 4 and 5 represent the tensile stiffness, inter laminar strength, light -scattering coefficient and corresponding 
ISO brightness of the paper sorts presented in Fig. 1, all as functions of filler content, 

Fig. 6 represents the light-scattering coefficients of the same paper sorts as functions of the tensile index, and 
Fig. 7, 8 and 9 represent the stiffness, tensile index and corresponding formation as functions of filler content. 

EXAMPLE 1. Production of filler 

[0026] Bleached pine sulphate pulp was refined in a Valley laboratory hollander in accordance with standard SCAN- 
C 25:76 for 2.5 hours. The refined pulps were screened with a Bauer-McNett screen, initially using the wire sequence 
14-50-100-200 mesh. The amount of dry matter screened at a time was 45 g. The fraction passed through the 100 
mesh wire (fraction P100) was saved and allowed to settle for 2 days, whereupon the aqueous phase on the surface 
was separated. 

[0027] The P100 fraction was thickened by centrituging to a consistency of 4.7 g/l, whereupon the noil was ready 
for use in filler production. 

[0028] The filler was prepared in a mixing tank by mixing the pigment and noil for 20 minutes at a mixing rate of 
500-600 1/s. The pigment used was a commercial calcium carbonate product (PCC) with the trade name Albacar LO; 
the mixing ratio of calcium carbonate/noil was about 82 %. The filler thus obtained was used in the production of test 
sheets (Fig. 1 - 12). 

EXAMPLE 2. Paper properties 

[0029] To test the technical potential of the filler in paper manufacture, a series of sheet tests was carried out, in 
which the paper properties obtained by using the filler of the invention and calcium carbonate fillers already on the 
market were compared. 

[0030] For the production of laboratory sheets, a pulp mixture containing 75 w-% bleached chemical birch sulphate 
pulp and 25 % bleached chemical pine sulphate pulp was prepared. The birch and pine pulps were refined in a valley 
laboratory hollander to Schopper-Riegler number 22 and 27. respectively, in accordance with the SCAN-C 25:76 stand- 
ard. 

[0031] The filler prepared in Example 1 was used undiluted in the production of the laboratory sheets. For the pro- 
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EXAMPLE 4. Production of filler 

[0040] The manufacturing procedure described in Example 1 is repeated using commercial pigments: kaolin, talcum, 
titan dioxide, ground calcium carbonate, ground chalk, synthetic silicate, sulphate and aluminium hydroxide. An ap- 
propriate retention system is used in the procedure. The fillers obtained are used to test paper properties according 
to Example 2. The results correspond to those obtained in Example 2. 

[0041] The above embodiment examples are intended to illustrate the invention without limiting it in any way. 



Claims 

1. Filler for use in paper manufacture, said filler containing pigment and noil produced from cellulose fibre andor 
mechanical pulp fibre by refining, the pigment being mixed with the noil, characterised in that the noil consists of 
noil fibrils that mainly correspond in size distribution to wire screen fraction P50. 

2. Filler as defined in claim 1, characterised in that the filler has been fractionated. 

3. Filler as defined in claim 1 or 2, characterised in that, in respect of size distribution, the noil fibrils mainly correspond 
to wire screen fraction P1 00. 

4. Filler as defined in any one of claims 1 - 3, characterised in that the mass ratio of pigment to noil is O.t - 20, 
preferably 0.2 - 10, most preferably 2 - 6. 

5. Filler as defined in any one of claims 1 - 4, characterised in that the pigment is kaolin, talcum, titan dioxide, ground 
calcium carbonate, precipitated calcium carbonate (PCC), chalk, synthetic silicate, barium sulphate and/or alu- 
minium hydroxide. 

6. Filler as defined in claim 5 ; characterised in that the pigment consists of ground and/or precipitated calcium 
carbonate, 

7. Filler as defined in any one of claims 1 - 6, characterised in that the consistency of the filler is 0.04- 30 w-%, 
preferably 0.5 - 5 w-%. 

8. Method for producing a filler for use in paper manufacture, said filler containing pigment and noil produced from 
cellulose fibre and/or mechanical pulp fibre by refining, the pigment being mixed with the noil, characterised in 
that the noil is so prepared that the noil consists of noil fibrils that, in respect of size distribution, mainly correspond 
to wire screen fraction P50. 

9. Method as defined in claim 8, characterised in that, in respect of size distribution, the noil fibrils contained in the 
noil mainly correspond to wire screen fraction Pi 00. 

10. Method as defined in claim 8 or 9. characterised in that the noil is fractionated. 

11. Method as defined in any one of claims 8 - 10, characterised in that the noil is produced from cellulose fibre and/ 
or mechanical pulp fibre by refining using a refiner so that the edge load is of the order of 0.01 - 8 Ws/m. 

1 2. Method as defined in any one of claims 8 - 11 , characterised in that the specific energy consumption in the refining 
process is of the order of 10 - 1000 kWhA, preferably 1 00 - 700 kWh/t, most preferably 100 - 300 kWh/t. 

1 3. Method as defined in any one of claims 8 - 12, characterised in that the pigment and noil are so mixed that their 
mass ratio is 0.1 - 20, preferably 0.2 - 10, most preferably 2 - 6. 

14. Method as defined in any one of claims 8-13, characterised in that the pigment used is kaolin, talcum, titan 
dioxide, ground calcium carbonate, precipitated calcium carbonate (PCC), chalk, synthetic silicate, barium sulphate 
and/or aluminium hydroxide. 

15. Method as defined in claim 14, characterised in that the pigment consists of ground and/or precipitated calcium 
carbonate. 
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MAGNESIUM OXIDES 


DESCRIPTION 


APPLICATIONS 


ANKERMAG-B20 


a high purity, fine white powder with 
controlled chemical activity. 


manufactue of high grade ceramics, soreJ cements and 
lubricating oil additives. 


Causmag® AL3 


moderately reactive calcined magnesite 

produced under closely controlled 
conditions to give a finely divided white 
powoer wtui consistent pamcie size. 


Causmag® AL3 is intended primarily for use in the 
manufacture of magnesium oxychloride (sore! cement) 
flooring. It also has diverse industrial applications in fire 

retardant formulations, pattern making, tanning, 
basification, abrasives and grinding and cutting wheels. 


Causmag® TGM 


reactive technical grade magnesium oxide 
produced from high purity, Cryptocrystailine 
magnesite. 


Causmag® TGM is designed as a precursor of allied 
chemical compounds and paper production 


Causmag® SGW 


finely divided white powder with high 
surface area 


Causmag® SGW is used in the formulation of special 
grades of enamel frits 


HIGH PURITY TALC 


DESCRIPTION 


APPLICATIONS 


SMT-3U 


ultra-fine, high purity talc 
with d50 of <2.66 microns 


recommended for use in paints, paper, cables and other 
industries as a filler 



